coating composition, 



1. (Once amended) A flat peelable 
consisting essentially of a blend of: 

an aqueous polyurethane dispersion in an effective amount 
ranging from about 60 percent to about 95 percent by weight of the 
total weight percent of the composition; 

a solvent in an amount ranging from about 5 percent to 30 
percent by weight of the total weight percent of the composition,- 
and 

a release agent in an amount of from between 0.1 and 5 percent 
of the total weight percent of the composition , said release agent 
being selected from the group consisting of soy lecithin, 
organosilicone fluids, nonylphenoxypoly- (ethyleneoxy) ethanol, oleic 
acid polyethylene glycol monostearate, petrolatum, sodium alkyl 
benzene, sulfonates, siloxanes, polyglycols, silicone surfactants, 
polyvinyl alcohol resins, paraffin and polymeric waxes, and 
synthetic waxes including low molecular weight polyethylene waxes, 
and combinations thereof. 



2. The peelable coating of Claim 1 including a dye or pigment in 
an effective amount of from .01 to 10.0 percent by weight. 

3. The peelable coating of Claim 1 including a thickening agent 
in an effective amount of from 0.01 to 5.0 percent by weight. 



4 • (Once amended) The peelable coating of Claim 1 including an 
antifoam in an effective amount of from 0.01 to 1.0 percent by 
weight/selected from the group consisting of alkanolamides 

IQ . a ^one glycols, alkyl benzene sulfonates, alcohol ethoxylated, 

\0~ phosphate esters, oleates, betaines, alkylphenol ether sulfates 
alkylaryl sulfonates, fatty acids, soy lecithin, anionic, cationic,' 
amphoteric, or nonionic surfactants, and combinations thereof ' 
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5. (Once amended) A foamy peelable coating composition, 
consisting essentially of a blend of: 

an aqueous polyurethane dispersion in an effective amount 
ranging from about 75.0 percent to about 98.0 percent by weight of 
the total weight percent of the composition,- 

a release agent in an amount of from between 0.1 and 5.0 
percent of the total weight percent of the composition , said 
release agent being selected from the group consisting of soy 
lecithin, organosilicone fluids, nonylphenoxypoly- 
(ethyleneoxy)ethanol, oleic acid polyethylene glycol monostearate, 
petrolatum, sodium alkyl benzene, sulfonates, siloxanes, 
polyglycols, silicone surfactants, polyvinyl alcohol resins, 
paraffin and polymeric waxes, and synthetic waxes including low 
molecular weight polyethylene waxes, and combinations thereof; and 
a propellant in an amount of up to 20.0 percent of the total 
weight percent of the composition. 



6. The foamy coating of Claim 5 is contained in an aerosol can. 

7. The peelable coating of Claim 5 including a dye or pigment in 
an effective amount of from 0.01 to 10.0 percent by weight. 



8. The peelable coating of Claim 5 including a thickening agent 
in an effective amount of from 0.01 to 5.0 percent by weight. 



9. {Once amended) The peelable coating of Claim 5 including a 
surfactant in an effective amount of from o.Ol to 10.0 percent by 
weight, selected from the group consisting of alkanolamides, 
silicone glycols, alkyl benzene sulfonates, alcohol ethoxylated, 
phosphate esters, oleates, betaines, alkylphenol ether sulfates,' 
alkylaryl sulfonates, fatty acids, soy lecithin, anionic, cationic, 
amphoteric, or nonionic surfactants, and combinations thereof. 



3 
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10. The peelable coating of ci aim 5 including an anti-skinning 
agent m an effective amount of from 0.01 to 1.0 percent by weight. 

11. The peelable coating of Claim 5 including a solvent in an 
effective amount of from 0.01 to 5.0 percent by weight. 

12. (Cancel) A peelable coating composition, comprising: 

a vinyl toluene acrylate resin in an effective amount ranging from 
about 10 percent to about 50 percent by weight of the total weight 
percent of the composition ; 

a solvent in an amount ranging from about 5 percent to 50 percent 
by weight of the total weight percent of the composition; and 
a release agent in an amount of from between 0 . 1 and 10 percent of 
the total weight percent of the composition. 

13. (Cancel) The peelable coating of Claim 12 including a dye or 
Pigment in an effective amount of from 0.01 to 10.0 percent by 
weight . 

14. (cancel) The peelable coating of Claim 12 including a 
Plasticizer in an effective amount of from 0.1 to 40.0 percent by 
weight. 1 

15 (Cancel) The peelable coating of Claim 12 including a 
filler/thickener in an effective amount of from 0.1 to 10.0 percent 
by weight . 
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Please add the following new claims 16-50 as follows: 



Mfle J la !r (N6W) A PSelable C ° ating COm P° siti -. consisting 

essentially of a blend of: 

an aqueous polyurethane dispersion in an effective amount of 
least 3 5 percent by weight of the total weight percent of the 
composition/ 

an affective amount of a release agent in an amount of from 
.between 0.1 and s n(27 ^ f ^ . u 

x and 5 percent of the total weight percent of the 
composition. 



C1 "" 17 ' The peelable """Position of claim is, wherein said 

zz* ^rr"" duperei °" *«. 20 to 40 pe rc«t b y 

weight 8 oUa iatex partides and from 60 to so percent by weight 



water. 



Claim 18 . The peelable composition of claim l6 wherein sald 
aqueous polyurethane dispersion contains up to 30 percent by weight 

solid latex particles. 



effect!"" 19 ' Peelabla ^""io- ° f wherein said 

we"*t a "° Unt ° £ * " lMSe a9Mt iS £r °" °' 1 to =•» ™ by 



relear" " '' Peel " ble CMpt>sitl °" ° f <=^» »^ein said 
release agent is soy lecithin. 

releas C eT ^ PeeUblS C °"*° Bitio " <* «. herein said 

release agent is soy lecithin. 

an J'T ^ C ° mp ° 9ition ° f <**i» wherein said 

; :i f :: t ve amount of a said rei - — - - - - — 

Claim 23. The peelable composition of claim 16 including an 

5 
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effective amount of a propellant. 

Claim 24. The peelable composition of claim 23 wherein an 
effective amount of said propellant up to 25 percent by weight. 

Claim 25. The peelable composition of claim 23 wherein an 
effective amount of said hydrocarbon propellant is from 5.0 to 20.0 
percent by weight . 

Claim 26. The peelable composition of claim 16 including an 
effective amount of a solvent selected from the group consisting of 
water, ethyl alcohol, methyl alcohol, isopropyl alcohol, butyl 
alcohol, and combinations thereof. 

Claim 27. The peelable composition of claim 26 wherein said 
effective amount of said solvent is up to 10 percent by weight in 
addition to said water of said aqueous polyurethane dispersion. 

Claim 28. A foamy peelable coating composition, consisting 
essentially of a blend of; 

an aqueous polyurethane dispersion in an effective amount 
ranging from about 35.0 percent to about 98. Q percent by weight of 
the total weight percent of the composition; 

a release agent in an amount of up to 10 percent by weight of 
the total weight percent of the composition; 

and a propellant in an amount of from 5.0 to 20.0 percent of 
the total weight percent of the composition. 

Claim 29. The peelable composition of claim 28, wherein said 
peelable composition contains at least 4 0 percent by weight solid 
polyurethane latex resin particles and the remainder water. 

Claim 30. The peelable composition of claim 28, wherein said 
peelable composition contains a polyurethane dispersion in 
amount of from between 6 0 to 9 9 percent by weight. 



an 
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pff h Claim 31 ' The P eelable composition of claim 28 wherein an 
effective amount of said propellant up to 25 percent by weight. 

Claim 32. The peelable composition of claim 28 wherein an 
elective amount of said propellant is from 5.0 to 20.0 percent by 
weight. 1 

Claim 33. The peelable composition of claim 28 wherein said 
propellant is selected from the group consisting of air and a 

Hydrocarbon propellant. 

Claim 34. The peelable composition of claim 28 wherein said 
hydrocarbon propellant is selected from the group consisting of A- 
31, A-46, A-70, A-108, propane/isobutane blends. 

Claim 35. The peelable composition of claim 28 including an 
effectxve amount of a release agent of up to 10 percent by weight. 

Cl aim 36. The peelable composition of claim 28, wherein said 
effective amount of a release agent is from 0.! to 5.0 percent by 

Claim 37. The peelable composition of claim 28, wherein said 
release agent is soy lecithin. 

Claim 38. The peelable composition of claim 28, wherein said 

ZZZ^ ^ SeleCted ^ <* soy 

!th ° r3anoSlli — fluids, nonylphenoxypoly- 

P o\:: u T y,eth d an01 ' ° leiC -ostearate, 
petrolatum, sodxum alky! benzene, sulfonates, siloxanes 

— — — -^inyl alcohol res 
paraff n and polymeric waxes, and synthetic waxes including low 
molecular weight polyethylene waxes, and co.bihat.ons thereof 

Claim 39. The peelable composition of claim 28, including an 
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effective amount of a surfactant. 

Claim 40. The peelable composition of claim 39, wherein said 
surfactant is selected from the group consisting of alkanol amides, 
silicone glycols, alkyl benzene sulfonates, alcohol ethoxylated, 
phosphate esters, betaines, alkylphenol ether sulfates, alkylaryl 
sulfonates, fatty acids, soy lecithin, and combinations thereof. 

Claim 41. The peelable composition of claim 39 wherein said 

effective amount of said surfactant is up to 10 percent by weight. 

Claim 42. The peelable composition of claim 39, wherein said 
surfactant is a nonionic surfactant. 

Claim 43. The peelable composition of claim 28 including an 
effective amount of a solvent. 

Claim 44. The peelable composition of claim 28 wherein said 
effective amount of said solvent is up to 10 percent by weight in 
addition to the water contained in said aqueous polyurethane 
dispersion . 

Claim 45. The peelable composition of claim 28 including an 

effective amount of a polyglycol . 

Claim 46. The peelable composition of claim 45 wherein said 
effective amount of a polyglycol is from between 0.1 and 20.0 

percent by weight. 

Claim 47. The peelable composition of claim 4 5 wherein said 

polyglycol is polypropylene glycol. 

Claim 48. The method of applying the peelable composition of 
claim 16 to a substrate forming a film of from 20 to 40 mils in 
thickness . 

8 
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Claim 49. The method of applying the peelable composition of 
claim 16 to a substrate forming a film having a thickness of up to 
80 mils in thickness. 

Claim 50. The method of applying the peelable composition of 
claim 28 to a substrate forming a foam type peelable coating having 
a thickness ranging from 0.1 to l.o inches in thickness. 
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